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September 25, 1933. 


Jules Barrot 
Juge au Tribunal Civil 


Constantine ahr 


Algiers, North~afrita. 


‘Dear Sir: | TEeeES. 


Our method for eleahing the corrosion. fron corper coins that 


you ask about is as rollows: ) 


We mix a solution of 2% sodium hydroxide in preferrably dis- 


tilled water. We place these in jars that vould hold anywhere from 


one to three litres. ‘Through this is passed an electric current. A 
direct current must be used, stopped down to from one-quarter to 

one and one-half amperes for each jar vith approximately the same | 
nunber of volts. On the positive end we use a piece of platinim 

wire. A piece of iron will do but it dirties the solut&on. On the 
negative end we attach the coins. This can be done by winding a fine 
piece of copper wire round each coin or making a basket of copper 
screening. A number of coins can be placed in each jar. If the 
oatination is hard and green we get good results but if the patination 


is soft and very bright green and has eaten into the coin too much we 


cannot get as good results. The coins should stay in the bath from 
two or three weeks to a number of months. We cleaned one lot of 


Egyptian coins most successfully but theyewere in the bath nine months.’ 
We have left some in for two years to see if any harm was done byt] eav- 


ing them in too long but find that no harm was done. 


Vaow truly yours, 


HW: JG 


ae Kite 4 ble fe. (Ig f 
sal bPe ph | 


mt Go : Teper ord or rye, 
Saude Vv 


Nrerrral Xn OW 
Lan ti, 


# 


ok Dos rn 2D meh Lor Phe 


4 - 
Aye tireekL turret . £pe, ct my 


longus Current & Cowrom/h Cups 


Aten, Nie ane 264 tol gens Oo fuse Lh, 


‘i ae November 1, 1933. 


/ a 


M. Jules Barrot 

Juge au Tribunal Civil 

Constabtine 

Algiers, North-africa. é 


Dear Sir: 


I am sorry that I did not make myself 
clear in my previous letter. I thought the 
term sodium hydroxide was universal but looking 
it up in French dictionaries I see it is not. 
The French word is"soude caustiques We have the 
same term in English “caustic soda”. The chemi- 


@al formula is Na Gi. 


Qur term direct current is what you call 
"courant continu" which is the opposite to courant > 
alternatif. I am herewith enclosing a sketch of 
the way we place the wires in the jar. We use 
copper wire for the wiring and with a spring fast- 
ener we attach the platinum wire that is submerged 
in the liquid for two or three inches. This is on 
the positive current. On the negative wire we use 
a copper wire or a number of thin copper wires 
wound around each cojn or put them all ina basket 
made of copper wire screening. 


Very truly yours, 


AW: JG Curator 


